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EXHIBIT 33 



SPECIFrCATION 



1 . TITLE OF THE ES-VTlNTION 
Cosmetic Make-up Ccr:posidon 



CLAIM 



I. 



A cosmecic make-up composition charac:=nzed in chat ir contains 1% by wcig-.t 
- 70% by weight of an organic silicone resin denned in -Jte following (A); 10% by * 
weight - 98% by weight of a voiaiile silicone oii defined in the following (B): and 0 
by weight - by weight of powder. 

(A) an organic silicone resin consisting of R-jSiOm units (wherein R represents a 
hydrocarbon radical or a phenyl radical) and Si02 units, wherein the mtio defined by 
R3SiOi/2 units ; Si02 units ranges from0.5/L - 1.5/1. and 

(B) ai least one of volatile silicone oUs represented by Formulae (1) and (ID: 

Formula (D 



CHj — 5i- O — - Si - O — - Si - CM, 



(wherein n represents an integer of 0 - 3). 
Formula (11) 



r i- 1 



(wherein n represents an integer of 4-6). 

3 . DETAILED DESCRIPTION OF THE INVENTION 
[Field of Industrtai Application] 



The prwenc invendon rsiat« to a cosmeac comoosicion. and mor- z^-if.^n 
.0 a cosr.:ic .-.oke-.p co.posicion which cxhibi. a ,ood .a..- rj^l^^,^ 
r«.stance. and oil resistance, as well as an excellent cosmeic io„<.vity ' 

. ne >erm ••cosmetic n^ake-up composition" used Li the =r=sea: irv-uon 

I'PriorAit) 

Cosmeric make-up compositions have various forms and kinds, and for 
exaxnple. mciude a solid foundation, a soUd eye-shadow, an oily foundation and a 
rouge, .nto which powders and oily components are blended. In addiuon an 
emulsified foundation based on an emulsion system is also included in the make-uo 
composifon. Th^,e make-up compositions are characterized by mcludin^ large ' 
amounts of both inorganic powders such as calc. kaolin, iron oxides, titanium oxides 
•atanium.,n,ca type pearl pigments, and tl« like, and organic p.gments such as nylon ' 
cellulose, rar pigment, and the like. 

These cosmeric tnake-up compositions may exiiibit "ruake-up r;;nning" caused 
oy sebum and perspiration, as well as the oUy components included in the other 
cosmetic compositions. In particular, it has been desired to unprove the make-up 
rvnn.ng under the circumstances of high temperamr= and humidity in the summer 
which IS a common problem for women. 

With xgard to a cosmeric base composition, while a cosmetic base composition " 
:s employed for the purpose of allowing a make-up composition to spread smoothly 
3nd providing an exceUent make-up fimshing. the,, aie only some base compositions 
produced in consideration of exhibiting a good cosmedc longevity of the cosmedc 
make-up compositions. 

AS the techniques in order to avoid the make-up ninning, there caa be 
mennoned Japanese Patent Application. Second PubUcation. No. She 48-1503 which 
discloses a composition with a silica and employing a trimethylsilyl-rerminal-capped 
diorganosiloxane having a relatively high viscosity. For this reason, the composition 
affords a strong sticky feeling upon appUcation thereof and does not exhibit sufficiently 
anti-make-up-running effects. 

iProblems to be Solved by the Invention) 

Upon diUgcnt research in consideration of the above situation, in order to obtain 
a cosmeric make-up composition having an excellent anu-make-up-tunning effect, the 
^iCNC.,1 M.vcio.^ Iiuve JiscuvceU that by viitue of uiii.g a co.l.biaiUui. of a specific 

organic silicone resin and a volatile silicone oil. and adding powder therero. a cosmetic 
make-up composition which exhibits superior spreadability and affords a refreshing 



feeling to the skin, as we:: as has ar -x— 'i-it ai'i -nai— « 

" *^ -x^-.iv-nt and-maiwe-up-running effect, can be 

obtained, thereby acnievung the p-sent invention. 

[Means for Solving :he Problems] 

That is. the present invention provides a cssmedc .-nakc-up composition 
charactcrired in that it contains \% by weight - 70-% by weight of an organic sUicone 
cesin defined in tJie toilowing (A); 10% by weight - 98% by weight of a volatile 
siUcone oil defined in the foUowing (B); and 0.5% by weight - 55% by weight of 
powder; 

CA.) an organic silicone resin consisting of K^ZiOxa units (wherein R represents a 
hydrocarbon radical or a phenyl radical) and Si02 units, wherein the ratio defined bv 
R3SiOi/2 units : SiOo units ranges from 0.5/1 - 1.5/1. and 
(B) at le:ist one of volatile silicone oils represented by Formulae (I) and (IT); 
Formula (D 

I J. . I J. 



CHa - S i - O — i — SI - O Si - CH> 

CHa CH, CHa 



(wherein n represents an integer of 0 - 3). 
Formula"("lI) 





















n 



(wherein n represents an integer of 4 - 6). 

The organic silicone resins represented by above-mentioned (A) employed in 
the present invention can be easily prepared by means of hydrolysis of the 
corresponding known siianes. 

In addition, both the cihain siUcone oil and the cyclic silicone oil represented by 
Formuia (I) employed in the present invention are volatile and can be used as a solvent 
of the above-mentioned organic silicone resin. 

The essential components of the present invention are blended in an appropriate 
ratio as follows: 

The organic silicone resin is included in the amount of 1% by weight - 70% by 
weight with respect to the total weight of the whole cosmetic make-up composirion, the 



voiarile silicone oil is in the amount cf lO^'. by weight - 98% by weight based on the 
total weight of -Jie who ie cosmetic mskc-up composition, and the powder is in the' 
amount of 0.5% by weight - 55% by weight based on the total weight of Lhe whoie 
cosmetic .-ake-up composition. 

h is a macter of course that a W/O or OAV err.ulsion type cosmetic make-up ■ 
composition can be provided by means of an emulsifying technique with an aqueous 
component and an appropriate surfactant in addition to the essential componcnns 
menrioned above, while the anti- make- up-running effect obtained in Lhe oiiy ' 
composition is maintained. 

In the cosmetic make-up composition according to the present invention fats 
and oils, waxes, agents, perfumes, and the voiatUe components different mm the 
essential volatile component may be included, in addition to the essendai components cf 
the present invention, widiin a quantitadve and qualitative range which does not 
influence the effectiveness according to the present invennon. 

^ While the present invention will be explained in detail by referring to Examples 
in the following, the present invendon is not neccssanly restricted to these. In 
Examples. -J-.e units for the composition aie percentage by weight. 

Exnmpie 1 Oily foundadon composidon 

C I) Kaolin 25 Q 

(2) Titanium dioxide 15 0 

(3) Iron oxide 3 q 

(4) MicrccrystaUine wax 4.0 

(5) Liquid paraffin 5 0 

(6) Sorbitan sesquioate 1.0 

(7) OonmerhylcyclotetTRsiioxane remainder 

(8) Organic silicone resin: 
(CH3)StO|/2/Si02 = 1.5/ 1 2.0 

(9) Perfumes proper amount 

After Components (4) - (8) were dissolved at 70°C - 80*»C. whUe being STirrcd. 
Components (1) - (3) were dispersed into the obtained solution, and subsequently 
deaerated. Comppneni (9) was added thereto and then the whole mixture was filled 
into a specified container, thus affording an oily foundadon composition. 

The oily foundation composition according to Example 1 was an excellent 
cosmetic make-up composition exhibiting good make-up durability, excellent water 
resistance and oil resistance, as well as pcispinirion resistance, while giving a 
refreshing feeling to the skin. 



20.0 
20.0 



Example 2 Liquid rouge composihon 

( 1 ) Dimechylsiioxane 0.65 CS (n = 0) 
C2) Dimethylsiioxane 2.0 CS (n = 3) 
(3) Organic silicone r^sin: 

(CH3)SiOi/2/SiO2 = 0.5/l q 
W Glyceryltriisostearare 

(5) Red # 226 

(6) Perfumes 



lO.O 
10.0 

proper amount 



After Components (1 ) - (3) were dissolved at TO'C - 80'C. while beine stir^ 
Components (4) and C5) which had been roller-oeated we:^ dispersed in,.Z k • 

s^ut^on, and s.bseo.ue„t,. deae^ted. component C6) was a^:^^^^^^^^^^ 
arrordmg a liquid rouge composition. 

^«urance. o.l res:stance. and per.pirax:on r^.rance. a. well as good maice-up 
durab^Ury such as non-adhenng to a cup, wKile g^.ng a refn^hmg feeling to fhe slon. 

Example 3 Mascara composition 

( I ) Dimerhylsiioxane 1.5 CS (n = 2) 
C2) OcuimsthyJcyciofecnisUoxane 
C3) Organic silicone resin: 

CCH3)SiOi/2/Si02 =0.8/ 1 
W Iron black 

(5) P.O.E. (20 mol) sorbitan monolaurate 

(6) Perfumes 



^.5 
10.0 

70.0 
15.0 
0.5 

proper amount 



After Components (1) - (3) werr dissolved at 70=C - 80»C. while bein- stirred 
Components (4) and (5) were dispersed into the obtained solution, and subseq'uently ' 
dcaerated. Component (S) Was added thereto, thus affording a mascara composition 

The mascara compo.,i.ion according to Example 3 exhibited an excellent maJce- 
•ip duruothty such as no make-up running due to tears, as well as hardly adherin» to the 
eyelids. o « uic 



Example 4 
(0 Kaoiin 



Make-up base composition 

10.0 



* 



(2) 


Titanium dioxide 




(3) 


Red iron oxide 


0.3 


(4) 


Yetiow iron oxide 


0.2 


(5) 


.MtthviDhenvloolvsiloran** 






Cn = 100) 


20.0 


(6) 


Dimsihylsiioxane 2 CS (n = 3) 




(7) 


Solid paraffin 


5.0 


(8) 


Microcrystailine wax 


4.0 


(9) 


Sorbitan sesquioate 


1.0 


(10) 


Organic silicone resin: 




CCH3)SiOi/2/Si02= 1 / 1 


2.0 


(11) 


Decametiiyl cyciopentasiJoxane 


24.5 


(12) 


Perfumes 


proper amounc 



Components (1) - (4) were mixed and ihen pulverized. Separareiy. 
CompoDena (5) - (1 1) were mixed and dissolved ar 70»C - 80«C The obtained mixture 
and solution were mixed while being stirred, and subsequently dcacrared. Coraponenr 
(12) was added rhereto. thus affording a make-up base composition. 

The make-up base composition according to Example 4 had cosmetic effects 
such that the ba.sc cnmpn.sinnn siippoar.d a good spread ability of the cosmetic make-up 
composition which wa^ appUed on the base composition and could conorol Lhe make-up 
running. 



95.0 

4.3 
0.5 

proper amount 

Components .(3) and (4) were dispersed into a mixture containing Components 
(1) and (2) which had been dissolved in each other whUe being heated, thus affording a 
highhghier compo.<;innn. 

The highlighter composition according to Example 5 was an exceUent cosmetic 
make-up composition exhibiting good make-up durability, excellent water and oil 
resistance, as well as perspiration resistance. In addition, ihe highlighter composition 
gave a refreshing feeling to the skin and exhibited good sprradabiiity. 
Applicant S HISEIDO CO LTD 



Example 5 Highlighter composition 

(1) Decamethylcyclopcntasiloxane 

(2) Organic silicone resin: 
(CH3)SiOi/2/Si02 =1-3/1 

(3) Titanium- mica pearl pigment 

(4) Perfumes 



